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® Controlled delivery devices. 



© A device for controllably delivering a material 
into an aqueous medium, the device comprising a 
soluble portion which is adapted, in use. to dissolve 
in an aqueous medium thereby to deliver into the 
aqueous medium a material which is retained in the 
device, the soluble portion comprising a soluble 
phosphate glass having a PsOs content of from 40 to 
50 mole %. and constraining means which are lo- 



cated in the vicinity of the soluble portion and which 
are arranged, in use. to constrain a stationary liquid 
layer between the soluble portion and th constrain- 
ing means. 

The invention also relates to a method of con- 
trollably dissolving a soluble phosphate glass m an 
aqueous medium. 
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This invention relates to a device inducing a 
portion of phosonate glass which can be control- 
lably dissolved to perform a function, for examoie 
to releas controlled quantities of an active material 
mro an aaueous environment at or after a pre- 
determined time interval. The invention also relates 
to a method for controlling the dissolution of a 
pnosphate glass. 

There is a need for the release of active ma- 
terials such as drugs or pesticides into an aqueous 
environment at or after a pre-aetermined time after 
being placed in contact with the aqueous environ- 
ment, or continuously at a predetermined rate. It is 
known to employ glasses which act as a barrier 
between the aqueous environment and the active 
material and which dissolve in the aqueous envi- 
ronment over a period of time thereby to release 
the active material at or after a pre-determmed time 
period. It is also known to employ such glasses 
which themselves incorporate the active material. 
Previous work in this field includes the work re- 
ported in UK-B-2057420 which dealt with the over- 
all control of the dissolution of glasses and exem- 
plified phosphate glasses with a P 2 Os content in 
excess of 50 mole %. 

The glasses disclosed in UK-B-2057420 suffer 
from the disadvantage that controlled dissolution of 
the glasses is not possible since, for glass com- 
positions having greater than 50 mole % P 2 Os. the 
solution products are hindered from leaving the 
glass surface because there is a tendency for 
gelatinous films to form adjacent to the glass sur- 
face. The gelatinous films interfere with the dissolu- 
tion of .the glass and render the dissolution rate 
time - dependent i.e. the dissolution rate decreases 
with time. This means that the dissolution of the 
glass cannot be reliably controlled. 

it is an aim of the present invention to enable 
reliably controlled release of an active material by 
controlled dissolution of a phosphate glass. 

Accordingly, in one aspect the present inven- 
tion provides a device for controllably delivering a 
material into an aqueous medium, the device com- 
prising a soluble portion which is adapted, in use. 
to dissolve in an aqueous medium thereby to de- 
liver into the aqueous medium a material which is 
retained in the device, the soluble portion compris- 
ing a soluble phosphate glass having a P 2 Os con- 
tent of from 40 to 50 mole %. and constraining 
means which are located in the vicinity of the 
soluble portion and which are arranged, in use, to 
constrain a stationary liquid layer between the solu- 
ble portion and the containing means. 

In a second aspect, the pres nt invention pro- 
vides a method of controllably dissolving a soluble 
phosphate glass in an aqueous medium, the solu- 
ble phosphate glass having a ?20% content of from 
40 to 50 mole %. the method comprising disposing 



the soluble onosphate giass m tne aaueous me- 
dium ana locating constraining means m the vi- 
cinity of the cortion thereoy to constrain a station- 
ary liquid layer therebetween. 
5 The present invention . s based on the discov- 

ery (a) that glasses containing from 40 to 50 mole 
% P 3 0$ dissolve m a controllable manner at cer- 
tain concentration ranges of the absolution pro- 
ducts m the aaueous medium and fb) of the need 
■J-O to retain a uniform stationary layer of the aaueous 
medium at the dissolving surface from wmch solu- 
tion products may diffuse m a controlled manner. 
This means that the devices accoraing to the in- 
vention can take many forms so long as this basic 
'5 requirement of the provision of a stationary liquid 
layer is met. and the phosphate glass used has a 
P^Os content in the range from 40 to 50 mole %. 

Embodiments of the present invention wtll now 
be described by way of example only with refer- - 
20 ence to the accompanying drawings, in which: 

Figure 1 is a vertical cross-sectional view of 
a device, m accordance with a first embodiment of 
the present invention, for the release of an active 
material in which a disc of phosphate glass is used 
25 as a means of controlling the elapsed time before 
the release of the active material; 

Figures 2a. 2b and 2c are plan views of a 
device, in accordance with a secona emoodiment 
of the present invention, m which tubular caosules 
30 or capillaries are supported in half cylinders: 

Figure 3 is a plan view of a device, m 
accordance with a third embodiment of the present 
invention, in which a tubular capsule of phosphate 
glass enclosing an active material is surrounded by 
35 a pair of rubber bands: 

Figure 4 is a graph showing the relationship 
between dissolution rate and molar percent of 
P2O5 for a series of glass compositions; 

Figures 5 to 8 are each a grapn showing the 
•io relationship between weight loss and leaching time 
for a respective series of glass compositions; 

Figure 9 is a graph showing the relationship 
between weight loss and leaching time for two 
differently prepared samples of the same glass 
45 composition; 

Figures 10a to tOg are graphs showing the 
relationship between the dissolution rate and the 
logarithm of the concentration of the dissolution 
products in the aqueous medium for a series of 
so glass compositions: and 

Figure 1 1 is a graph showing the relationship 
between the molar amount of PjOs and the loga- 
rithm of the concentration of the dissolution pro- 
ducts in the aqueous medium. 
55 In the devices of each of the three illustrated 
embodiments of the present invention, there is 
provided a specific means to retain a stationary 
liquid layer of controlled thickness adjacent to at 
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least a oomon cf the soluble phosonate glass. In 
the following description of the embodiments of 
Figures 1 to 3, the means to retain the stationary 
liauid layer are initially described. The theory un- 
derlying, and the experimental data evidencing, the 
advantages of th present invention are subse- 
quently described. 

Figure 1 shows a form cf a device in accor- 
dance with a first embodiment of the present inven- 
tion in which a glass, disc i is retained within a 
container 2 by means of a spring-clip 4 which 
transmits pressure via a washer 5 thereby to press 
the glass disc i between two elastomenc O-nngs 6 
against the shoulder 7 in the container 2. The 
container has an end wall 3. The glass disc 1 is 
composed of a soluble phosphate glass having a 
P2O5 content of from 40 to 50 mole %. O-rings 6 
form a water-tight seal between a space 8 and 
body 9 of the container 2 which contains the agent 
10 to be released. The glass disc 1 initially acts as 
a barrier between the agent 1 0 and the exterior of 
the device. As will be described hereinafter, the 
glass disc 1 is slowiy dissolved by an aqueous 
medium in which the device is. in use. disposed. 
The end wall 3 of the container 2 is provided with 
holes 1 1 which allow diffusion of liquid and dissolu- 
tion products from the space 8 next to the glass 
disc 1 to the exterior of the device and the end wall 
3 acts to maintain a stationary liquid film between 
the end wall 3 and the glass disc 1 in which the 
concentration of dissolution products is maintained 
within a predetermined range. The dimensions of 
the upper O-ring 6. the washer 5 and the clip 4 are 
selected to give the desired thickness of stationary 
layer above the glass disc t. Liquid and dissolution 
products can diffuse into the body of the liquid 
exterior of the device through the holes 1 1 . The 
space 8 may be filled with filter paper which forms 
a permeable membrane which assists in ensuring 
that a stationary liquid film is maintained above the 
glass disc as it dissolves. 

The devices of the present invention are of 
particular value in the pulsed release in ruminant 
animals of various materials which must otherwise 
be dispersed in the animals feed or supplied by 
periodic drenching or injection. Such active materi- 
als include anthelmintics and growth promoters. 
Many of these materials are insoluble in aqueous 
media and are therefore difficult to disperse uni- 
formly in a feed mix. They must also be released 
in pulsed doses so that only sufficient material is 
released in the animal for its immediate needs. 

In use. th d vie initially contains an active 
material such as an anthelmintic {i.e. a composition 
for killing worms in the rumen of ruminant animals). 
The device is inserted into the rumen of the animal, 
e.g. by swallowing. The water-based medium in the 
rumen surrounds the device and enters the space 



3 through the holes 11. The glass aisc 1 siowiy 
dissolves into the aaueous medium in the station- 
ary liquid layer so formed. The stationary liauia 
layer permits a controlled concentration graaient of 
5 dissolution oroducts of prescribed thickness to be 
estaoiished which, in comotnation with the particu- 
lar concentration of P;Os m the glass oemg from 
40 to 50 mole %. enables a suostantiaily uniform 
dissolution rate of the material of the gtass aisc into 

J0__ the stationary liquid layer over a period of time. 
After a prescribed penoa has eiapsed. the glass 
disc is perforated as a result of the dissolution 
thereof thereby releasing the active material into 
the rumen of the animal. 

*s Figures 2a. 2b and 2c show a device in accor- 

dance with a second emooaiment of the present 
invention in which a pair 01 half cylinders 21 and 22 
are connected by a flat nmge 23 made of resilient 
material so that the pair of cylinders may be folded 

20 together into the configuration snown m Figure 2c 
for insertion into the rumen of an animal. Typically, 
the half-cylinders 21 and 22 and the hinge 23 are 
composed of an integral body of moulded plastics. 
The half cylinders 21. 22 may be held m the 

25 configuration shown m Figure 2c by restraining 
means 24 which surround a portion of the half 
cylinders 21, 22 and wmch m the rumen environ- 
ment are released e.g. by degradation to allow the 
device to return to the open configuration shown m 

30 Figures 2a and 2b. The restraining means may be 
or comprise any material which is dissolved, de- 
stroyed, ruptured or broken m the rumen environ- 
ment. Suitable materials include gelatin string or 
gelatin tape. Alternatively, the restraining means 

35 may comprise water soluble adhesives. 

Each half cylinder 21. 22 is provided with a 
respective longitudinal passageway 25. 26 into, 
which a sealed glass tubule or sealed glass caoii- 
lary 27 filled with active material is placed. The 

*o glass of the tubule or capillary has a P2O5 content 
ranging from 40 to 50 mole %. A longitudinal ecige 
of each passageway 25. 26 is disposed in the Hat 
longitudinal surface 28. 29 of the respective halt 
cylinder 21, 22 thereby to provide a respective 

45 continuous longitudinal slot 30. 31 in eacn hail 
cylinder 21, 22 which allows access of the rumen 
fluid to the glass of the tubule or capillary enclos- 
ing the active material 33. A stationary liquid iavo» 
34 is formed in the vicinity of the line of contact 

so between the tubule or capillary 27 and the 

35. 36 of the slots 30. 31 where there is in-.; 
access to the rumen fluid along the slots 30 3i 
This means that dissolution of the gtass oi ;n.> 
tubul or capillary occurs in a controlled manne* <n 

55 the region of th stationary liquid layer and when 
the wall of the tubule or capillary is dissolved away, 
the active material can easily flow out of the pas- 
sag way. Although rumen fluid can also enter the 
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passageway 25. 26 via a free open end 37. 38 
thereof so as to li bentnd trie tubule or caoiilary, 
controlled and preferential dissolution of the soluble 
phosonat glass occurs in the region of the station- 
ary liquid layer. 5 

The tubules placed in the passageways can be 
made with a portion of their walls of a smaller 
thickness than eisewnere and the tubules posi- 
tioned so that that portion is placed above the 
opening of the respective slot. This enables precise ;o 
control over the release of the active material. In 
order to obtain pulsed release of e.g. an anthelmin- 
tic, tubules or capillaries chosen to release after 
different elapsed times by naving different glass 
compositions or thicknesses may be placed in one /s 
or more devices. 

Figure 3 shows a device in accordance with a 
third embodiment of the present invention. The 
device consists of a sealed glass tubule 40 of 
soluble pnosphate glass having a P^Os content of 20 
from 40 to 50 mole % and enclosing an active 
material 41. A pair of rubber bands 42 (or washers 
or grommets) is placed around the tubule 40. Each 
rubber band 42 is about 5mm wide and is placed 
with its centre about 8mm from a respective end 2s 
43, 44 of the tubule 40. In use. the tubule 40 is 
received in a respective passageway 25. 26 of the 
device illustrated in Figures 2a, 2b and 2c instead 
of the tubule 27 illustrated in those Figures. The 
rubber bands 42 assist in retaining the tubule 40 30 
securely in the passageways 25. 26. When the 
device is disposed in an aqueous medium, a sta- 
tionary liquid layer is retained between each of the 
rubber bands 42 and the tubule 40. Accordingly, 
the glass of the tubule 40 dissolves preferentially 35 
under the rubber bands 42 in a controlled manner. 
When the glass of the tubule 40 is perforated as a 
result of the dissolution, active material 41 can 
easily flow out of the tubule 40 via the perforation 
so formed. *o 

The present invention is based on the discov- 
ery by the present inventor that in situations where 
the diffusion of dissolution products away from the 
vicinity of a P2O5 containing glass surface is con- 
strained, the dissolution rate is related not only to 45 
the composition of the glass but also to the con- 
centration of such products at the glass-solution 
interface, and the ability controllably to avoid the 
formation, on the surface of the glass, of a film 
which can interfere with dissolution. The formation 50 
of such a film particularly arises where the aqueous 
environment contains cations which can form in- 
soluble phosphates e.g. Ca * and Mg" Such en- 
vironments includ hard wat r and body fluids of 
animals. Thus it is not only necessary to select a 55 
glass composition to get a particular dissolution 
rate, but also to select conditions for the dissolution 
of that glass in relation to its glass composition. 



Sucn a selection means that the presence of dis- 
solution products m the aoueous medium m the 
vicinity of that glass surface does not interfere with 
•he oissolution rate. Any such interference will ren- 
der the selection of accurate time intervals for 
dissolution impossible. 

in the case of glasses with a P 2 Os content 
below about 40 mole % we have found that the 
total phosphate ions released when jhe._g.lass dis- 
solves contain only a small porportion of poty- 
phosohate ions. Consequently, compiexing of M** 
ions in the aqueous medium by polyphosphat 
ions to produce soluble dissolution products may 
not take place at a sufficient rate to prevent the 
build up of the concentration of M * * tons adjacent 
the glass to a value at which film formation of 
insoluble phosphates occurs adjacent the glass 
surface. This inhibits dissolution of the glass and 
reduces the dissolution rate, generally by an un- 
predictable amount. 

For glasses having a P 2 Os content above 
about 50 mole %. the high proportion of poly- 
phosphate ions m the total phosphate ions released 
when the glass dissolves tends to result in the 
formation of gelatinous completed phosphate films 
adjacent the glass surface which also reduce the 
dissolution rate of the glass. 

In accordance with the present invention, in 
order to achieve a controlled dissolution rate the 
soluble phosphate glasses have a P 2 0$ content of 
from 40 to 50 mole %, preferably from 44 to 48 
mole %. We have found that for glasses having a 
P2O5 content of from 40 to 50 mole the dissolu- 
tion rate is substantially constant and controllable 
in any selected set of operating conditions, in par- 
ticular over a selected concentration range of dis- 
solution products in the stationary liquid layer. In 
the case of glasses with a PjOs content of from 
about 44 to 48 mole %, we have found that the 
dissolution rate is independent of the concentration 
of the dissolution products over a wide range from 
about 30ppm to 30000 ppm. The dissolution rat 
remains constant since the release of poly- 
phosphate ions is such as to complex the M * * ions 
as fast as they arrive by diffusion from th bulk 
solution as well as the M* # ions released from th 
glass itself. As one moves towards 50 mole % 
P2OS. the tendency for gelatinous films to form 
increases. As one moves below 45 mole % P2OS. 
the tendency for dissolution products to separate, 
from a deposit and interfere with dissolution in- 
creases and the dissolution rate can only be con- 
trolled by a more careful control of the concentra- 
tion of dissolution products. It is believed that this 
is due to the inability of the dissolution products, 
which in the cas of the lower P 2 0* content glass- 
es are primarily relatively short chain phosphat 
anions, to complex with ions such as Ca** to form 
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soluble complexes. Thts results in insoluble phos- 
phate products forming a continuous or semicon- 
tinuous layer on the glass surface ana reducing the 
dissolution rate at that surface. Moreover, me dis- 
solution rate may decrease with time as the film 5 
becomes thicker so that it is not possible to 
achieve a time * independent solution rate. As the 
solution rate becomes more dependent on the con- 
centration of the solution products it becomes nec- 
essary to maintain control of the concentration of 10 
the dissolution products at the glass/liquid interface 
within fairly narrow limits to achieve a predictable 
dissolution rate. 

Suitable glass compositions in the range 40 to 
49 mole % P 2 Os for use in the devices of the ;s 
present invention disclosed above are shown in 
Table I below. It is preferred to minimise the use of 
Al 2 Oa as we have found that glasses containing 
more than 1.5 mole % AI2O3 do not give as consis- 
tent a performance as glasses in which the dissolu- 20 
tion rate is varied using other materials such as 
CaO. MgO and ZnO. The glass compositions may 
contain components to tint the glass, different tints 
being chosen to indicate different dissolution rates. 
Any standard glass colouring oxide can be used. 25 
The concentration is normally less than 0.5 mole 
%. Suitable oxides are e.g. nickel oxide or man- 
ganese oxide. 
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As indicated above, the dissolution rate is re- 
lated to the concentration of dissolution proaucts at 
the glass/solution interface. It is well known that 
when a solid surface is present in a moving liquid 
there is always a thin, stationary film of this liquid 
held at the solid/liauid interface. The thickness of 
■his thin film is an inverse function of how fast the 
bulk of the liauid is circulating and/or flowing past 
the soiid surface at that -point. The products- of 
dissolution of the solid in the liquid are transported 
away from the solid surface to the bulk solution by 
diffusion througn this film and any species in solu- 
tion in the bulk solution are transported to the solid 
surface by diffusion through this film. It follows that 
the thinner this film, the lower will be the con- 
centration of solution products at the solid-liquid 
interface. In a well-stirred liquid this stationary liq- 
uid film will be very thin, transport of dissolution 
products through it very fast and. consequently the 
concentration of dissolution products at the solid- 
liquid interface is very low and the concentration at 
the solid-liquid interface of species present in the 
bulk solution is near to that of the bulk solution. In 
accordance with the present invention it is provided 
that the dissolution of the phosphate glass in the 
device of the invention occurs under such con- 
ditions that the thickness of the stationary liquid 
film is independent of the flow conditions in the 
bulk liquid. A uniform stationary liquid film thick- 
ness is maintained over the area where dissolution 
is occurring so that the rate at which the glass is 
dissolving, and the rate of diffusion of dissolution 
products out of the film, are at a value where the 
concentration of dissolution products in the film 
remains in the range where the dissolution rate for 
that particular glass remains substantially constant. 
In a steady state, the rate of diffusion of the pro- 
ducts across the boundary between the surface 
film of the liquid and the bulk liquid will be equal to 
the rate at which the glass is dissolving. For any 
particular initial film thickness selected as de- 
scribed below, knowing the glass dissolution rate 
and the rate of removal of dissolution products by 
diffusion it is possible to calculate the concentration 
of dissolution products at the glass-liquid interface 
and also knowing the concentration of ion-species 
in the bulk solution it becomes possible to check 
whether the choice of a particular liquid film thick- 
ness results in a concentration in the desired range 
for a particular glass. 

In the three illustrated embodiments, the initial 
liquid film thickness is selected by control of the 
spacing between the end wall and the glass disc in 
the embodiment of Figure t : by the juxtaposition of 
the tubul and the passageway in the embodiment 
of Figure 2; and by the placing of the rubber bands 
around the tubul in the embodiment of Figure 3. 
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The diffusion is controlled by providing a earner 
which allows any escape from the constrainec film 
to be by means of diffusion at a rate sucn mat the 
concentration of the solution proaucts in the film 
5 remains in the desired range. In other embodi- 
ments, the initial liauid film thickness may be se- 
lected by providing a thin water permeaole barrier 
such as filter paper, a solid plate with holes, or a 
mesh- to constrain the liquid film m-place. In the 

to embodiment of Figure 3. preferential dissolution m 
a narrow band encircling the tubule in the region of 
the grommet at a faster rate than elsewhere can 
result in the tubule breaking apart at one or more 
places releasing its contents. The trapped film 

?5 thickness will of course increase at the glass dis- 
solves to that e.g. with a 2 mm thick soluble 
phosphate glass an initial choice of film thickness 
of 2.5 mm would increase to 4.5 mm. We hav . 
found that any such change m film thickness does 

20 not produce an adverse change in the concentra- 
tion of the solution products so as to interfere with 
the uniform dissolution of the glass surface ex- 
posed to the aqueous solution. 

The actual dimensions of a device are deter- 

25 mined by the volume of active material such as 
e.g. an anthelmintic which it is desired to release 
from the device on dissolution of a glass retaining 
member e.g. in the form of a disc, or a wall of a 
capillary, and the elapsed time before that release 

30 takes place after immersion m the aqueous me- 
dium. The actual dissolution rate and the con- 
centration of dissolution products needed to main- 
tain substantially that actual dissolution rate can be 
set down for any situation. As broad criteria we 

js have found with dissolution rates ranging from 
0.05mg/cm 2 /h to 5.0 mg/cm*'h {i.e. ranging over 2 
orders of magnitude), a glass with a composition m 
the range from 40 to 50 mole % P;Os will dissolve 
consistently if the concentration of solution pro- 

>to ducts is maintained in the range 0.1 to 6 g.l. It is 
possible for the man skilled in the art designing a 
device which has a particular elapsed time before 
release of the active material at least to determine 
on a theoretical basis, an approximate film thick- 

45 ness for a particular glass having a known dissolu- 
tion rate. Starting from that basis, the man can ;hen 
determine experimentally the exact dimensions of 
the device needed to ensure a satisfactory layer 
thickness. For the dissolution process, m the 

so steady state which is promoted by the existence of 
the stationary liquid layer, the rate of diffusion of 
dissolution products across the boundary between 
the stationary liquid layer and the bulk liquid «s 
giv n by> 

ss "Boundary = Op 

where O is the diffusion constant. Cs is the con- 
centration of solution products at the surface of the 
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glass, x is the thickness of the stationary liquid 
layer and the concentration of solution products m 
the bulk liquid is assumed to oe zero. In the steaay 
state. RsounoarY is equal to the rate R at which tne 
glass is dissolving. From the equation it is possible 
to aetermine x, knowing R and C s . and C, knowing 
R and x. The aevices of the invention when used 
e.g. to release anthelmintics could have production 
_tuns running in excess .of several million. _and 
hence the experimental work to define exact di- 
mensions for a device so as to achieve particular 
release characteristics is justifiable. Even such a 
device would probaoly go through several proto- 
types before the production version was approved. 

Experimental results illustrating the- present in- 
vention will now be described. 

A numoer of the glass compositions soecified 
in Table l were examined as described below m 
order to determine the various dissolution param- 
eters and mechanisms. 

in order to demonstrate the effect of the con- 
centration of the solution products m the liquid 
surrounding a phosphate glass, the solution rates 
of the above glasses were examined under dif- 
ferent conditions. The solution rates were deter- 
mined by measuring the loss of weight of a sam- 
ple. Samples were simply removed at intervals 
from the solution and blotted dry with paper tissue. 

Figure 4 is a graph showing the relationship 
between the dissolution rate R(mg cm^h* 1 ) at 
38 C and the molar percent of P:Os for a series of 
glass compositions. The dissolution rate was mea- 
sured by suspending samples in an open neck 
nylon bag tn liquid. The amount of PjOs varied 
between 30 and 55 mole %. The amount of CaO 
with compositions was a constant 23 mole % and 
the remainder of each composition comprised 
Na 2 0. 

The. graph shows the results for flowing dis- 
tilled water and for static distilled water. The pH 
varied between notional limits of pH 5 to 8 due to 
the effects, inter alia, of dissolved atmospheric CO? 
in the water, and ionic concentrations. 

In flowing distilled water, all glass compositions 
exhibit a controlled dissolution behaviour i.e. the 
value of R is reproducible and a unique function of 
the glass composition. This is because there are 
sufficient polyphosphate ions to complex the small 
amount of M ions present, namely those emanat- 
ing from the glass, and a time - independent 
steady • state dissolution rate is established. 

In static distilled water, the valu of R vari s in 
a roughly similar manner to that in flowing distilled 
water but is r duced since there tends to be a 
higher concentration of M** ions at the surface of 
the glass leading to the formation of phosphates 
which inhibit dissolution. 

Thus the dissolution behaviour of a phosphate 



glass can be <nrluenced by choice of comoositicn 
m relation to the environment m whtcn it is -o ce 
used. 

Although not illustrated in a graph, we have 
5 found that in flowing hard tao water, the value or R 
is an order of magnituae or more lower than the 
value m flowing distilled water for glasses of the 
same comoosition. This value can change unaer 
certain -conditions with elapsed timet - ana sucn- 
*o changes can be abruot. This <s believed to be aue 
to the presence of free M * " ions m the liquid layer 
adjacent to the glass surface which react witn 
ortho- and pyro-phosphate ions released from the 
glass surface to form comoounas with a low solu- 
'S bility product. The formation of [hese compounds 
can result in a continuous film being deposited on 
the glass, and the rate hmmng process becomes 
the diffusion through this s.'igntiy permeable layer. 
Abrupt changes can then occur when there is an 
20 alteration of the integrity of the film. Film formation 
occurs, it is believed, when !he water is sufficiently 
hard that there is a continuous supply of m" ions 
to the glass in excess of the ability of the poly- 
phosphates released from the glass to complex 
25 these ions to form soluble complexes. In a limited 
volume of hard water, the behaviour is dependent 
on the value of the dissolution rate R. and the most 
extreme type of behaviour is observed for glasses 
with values of the dissolution rate less than 0.1 
30 mg/cnV.-h. The value of R falls as the msoiuoie 
phosphate film builds up. and continues at this 
reduced rate until sufficient polyphosphat s are 
dissolved from the glass to complex all the M * " 
ions present in the solution. 
35 In the case of glasses with P : Os 44 to 50 mole 

% and very low R, the surface film may persist for 
very long periods when the glass is exposed to 
hard water because of the low rate of release of 
polyphosphate complexing ions into the solution. 
jo Care should be therefore taken m choosing a glass 
for operating in hard water conditions to choose a 
composition with an R higher than about 0. 1 m 
order to avoid such effects. This may mean using a 
device with a greater thickness of glass in order io 
45 achieve a particular elapsed'time for the release of 
an active material. Alternatively polyphosohate ions 
may be provided from some other source sucn as 
a sacrificial supply of glass with a composition 
chosen to give an adequate release of ooiy 
so phosphate ions rapidly to complex the Ca" and 
Mg ions initially present in the stationary iiqu.d 
layer. This can b done by e.g. combining soi»i 
rods or granules of glass as an integral pan of any 
device. 

55 Figur 5 is a graph showing the relationship 

between weight loss (in mg) and leaching time on 
hours) for a series of fiv flat buttons made of a 
glass of composition in mol % P 2 Os 40. CaO 22. 
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Na?0 38. The buttons of glass were cut 2 to 4 mm 
thick from a rod of about 1 cm diameter ana were 
supported vertically in 40 ml unstirred solvent at 
38* C. This was done try supporting the burtons 
between two oins on a rubber bung. The solvent is 
water, in four cases distilled water containing a 
selected initial concentration of the solution pro- 
ducts of the glass under test and in one case being 
tap water (Hardness 340 ppm Ca ). 

The solution was static and the" concentration 
of the dissolution products increased with time. 

The graph shows that with P 2 Os at 40 mote %. 
for relatively low initial concentrations of dissolution 
products (i.e. initial concentrations of 125. 320 and 
3125 mgr 1 ), the dissolution rate R (which is re- 
lated to the slope of the lines) is initially high but 
falls off as the concentration of solution products 
increases with time. Also, there is no concentration 
region in which R is independent of solution con- 
centration. For a high initial concentration of dis- 
solution products (i.e. initial concentration of 10000 
mgr') and tap water, the dissolution rate R is too 
low for practical use, the rate being limited by the 
diffusion of water and dissolution Products through 
the insoluble phosphate film which forms on the 
glass surface. 

Thus for phosphate glasses having 40 mole % 
P2O5, the dissolution rate rate can vary greatly 
depending on the concentration of dissolution pro- 
ducts in the aqueous solution. 

Figure 6 is a graph showing the relationship 
between weight loss (in mg) and leaching time (in 
hours) at 38 'C for a series of five buttons simitar 
to those described above which were made glass- 
es containing a constant amount of P2O5 45 mole 
%. and a constant total of MO (where MO = CaO 
+ MgO) at 18 mole %. and Na 2 0 37 mole %. The 
glass were varied in composition from the MO 
content being solely CaO to CaO being 10 mole % 
and MgO 8 mole %. by replacing CaO by MgO in 
2 mole % steps. The buttons after etching were 
placed initially in 40 ml of tap water containing 
ig/litre of solution products and this was main- 
tained substantially constant for 100 hours, and the 
concentration was then increased to a substantially 
constant 2g/l for the remainder of the experiment. 
The solution was static. 

Figure 6 shows that with a steady concentra- 
tion of dissolution products, the value of R varies 
with the amount of MgO and CaO in the glass. The 
Figure also shows that R (related to the gradiant of 
each line) is substantially constant for each glass at 
each concentration of dissolution products exam- 
ined. Th small variation in the dissolution rates 
being the two different concentrations is due. inter 
alia, to changes in th pH of the solution which can 
vary with the concentration and also depends on 
the glass composition employed. Thus for a given 



phosonate glass composition having 45 mole % 
PsOs. the absolution rate R does not vary suostan- 
tiaily as a result of changes m concentration of the 
dissolution proaucts in the aqueous solution. 

5 Figures 7 and 8 are graphs showing the rela- 

tionsmp between weight loss (in mg) ano leacnmg 
time (in hours) for a further series of five outtons in 
different respective dissolution conditions. 

In the experiment of Figure 7. a series of five 

i'o buttons were made, the buttons being-comprised of 
a glass containing a constant amount of P;0$ at 45 
mole %. and an amount of CaO varying in steps of 
2 mole % from 17 to 25 mole %. with a fall of 
Na 2 0 content from 38 mole % to 30 mole %. Th 

75 buttons were placed in 40 ml of distilled water 
containing 10 g/l as a fixed initial amount of solu- 
tion products, and the weight in mg was measured 
against time. The concentration of dissolution pro- 
ducts was maintained substantially constant. The 

20 liquid was static. The results were plotted as weight 
loss against time for each glass, and th dissolu- 
tion rate (R) calculated. 

In the experiment of Figure 8. a further set of 
five buttons, the same as those used in th experi- 

25 ment whose results are given in Figure 7, were 
examined under conditions in which the buttons 
were placed in 40 ml distilled water with no change 
in the aqueous solution being made during the 
course of measurements so that dissolution pro- 

30 ducts built up in the solvent. The solvent was 
static. Weight loss in mg was then plotted against 
time and the dissolution rate (R) calculated for 
each glass. 

' Figures 7 and 8 show that for a phosphate 

as glass containing 45 mole % P2OS the dissolution 
rate for any given glass under either of the con- 
ditions is substantially constant (i.e. the gradient of 
each line is substantially constant, apart from an 
initial start-up period before a steady state is 

40 reached). Those Figures also show that for any 
given glass composition containing 45 moi % 
P2OS, the value of R is substantially th same 
whether the dissolution products remain at a con- 
stant concentration (Figure 7) or are allowed to 

45 increase in concentration as dissolution continues 
(Figure 8). Thus phosphate glasses having 45 mole 
% P2O5 have dissolution rates which are relatively 
independent of the concentration of dissolution pro- 
ducts in the aqueous solution. 

50 In Figures 7 and 8. the initial start-up period in 

which the gradient is not linear results from th 
initial state of the glass buttons, if the glass buttons 
are cut from a rod. th surface of the buttons will 
hav irregularities on th cut surface. Th influ nee 

55 of such irregularities on th dissolution rate was 
studied by preparing two samples of the same 
glass composition, one sample being as cut. and 
the other being etched before immersion in the 
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solvent to reduce the thickness of the button by at 
least 0.2 mm as measured by a micrometer there- 
by to remov irregularities on the cut surface. Each 
sample button had the same glass composition m 
mole % of P 2 Os 45, MgO 2. CaO 14 and Na 2 0 39. 
The burtons were immersedin 40 ml aistilled water 
at 38 * C. with no change being made to the dis- 
solved oroducts composition auring course of the 
measurements so that the dissolution products built 
up m the solvent. The results are shown in Figure 9 
which is a graph illustrating the relationship be- 
tween weight loss {in mgj and leaching time (in 
hours). 

Figure 9 simply demonstrates that when a 
glass is etched to remove the rough surface, the 
initial high rate of dissolution is not observed, and 
that the steady values- of R are the same for each 
glass. This shows that for controlled dissolution it is 
important to be aware of this initial high rate if use 
of glasses with damaged surfaces cannot be avoid- 
ed. This is consistent with Figures 7 and 8 wherein 
the initial high dissolution rates represented by the 
curved portions of the plots were due to the pres- 
ence of cut surfaces on the buttons. 

Figures 10a to I0g are graphs showing the 
relationship between the dissolution rate R (in mg 
cm~ 3 h-') at 38* C and the logarithm of the con- 
centration of the solution products (in mg r*) for a 
variety of soluble phosphate glass compositions. 
Figure 10a demonstrates that with P2O5 at 40 mole 
%. as the concentration of dissolution products 
increases with time, there is a falling off in the 
value of R. and there is no concentration region in 
whicn R is independent of solution concentration. 
This is consistent with the three upper lines in 
Figure 4. Hence if one wishes to achieve a reason- 
ably constant dissolution rate with a 40 mole % 
P 2 Os glass it is essential in this case to avoid the 
concentration of dissolution products building up in 
the region of the glass surface, and to keep that 
concentration at a leval where the desired dissolu- 
tion rate can be achieved. It is clearly preferable if 
possible to avoid working in this glass-composition 
region unless accurate control of the concentration 
of dissolution products can be achieved and the 
glass chosen has the desired dissolution rate under 
those conditions. One situation where it would be 
possible to work with glasses of about 40 mole % 
P2O5 is where the water was naturally soft or was 
artificially softened so as to be substantially free of 
calcium and magnesium ions. 

As the glass composition varies from 40 to 
about 44 mole % PzOv this requirement to hav a 
carefully controlled specific concentration of dis- 
solution products is reduced and it is possible to 
get a substantially controlled dissolution rate over a 
narrow concentration range. 

As the glass composition reach s 44 mole % 



P?Os and above, there is a fairly broad concentra- 
tion range which still provides a substantially con- 
stant dissolution rate. 

Figures 1 0b to lOg demonstrate that for glass- 

5 es of differing compositions oetween 44.8 and 49 
mole 9 /o P2O5. the dissolution rate R is substan- 
tially constant with varying concentration of dissolu- 
tion products in the solvent over a particular con- 
centration range. This is represented by the flat 

jo portion of the plot. It should be noted that the 
actual value of R vanes greatly between different 
glass comoositions. 

Figure 11 is a graph showing the relationship 
between the mole % PjOs m the glass composi- 

is tions of Figures 10a to lOg and the logarithm of the 
concentration - the graph having been compiled 
from the data of Figures 10a to lOg. It may be 
seen that for each glass composition there is a 
concentration range in which R is mdeDenaent (; 5 

20 %) of concentration, each range being respectively 
represented by a horizontal straight line. The hori- 
zontal straight lines together define an approximate 
area, which is shown hatched, which defines a 
region wherein for any given P2O5 molar amount 

25 the value of R does not substantially vary over th 
relevant concentration range. Thus, wnen designing 
controlled delivery devices in accordance with the 
present invention, if one selects a particular molar 
percentage of P2O5 for the glass composition it is 

30 possible to determine within which concentration 
range the device must be employed m order to 
obtain a substantially constant dissolution rate, it 
will be seen from Figure 1 1 that as the value of 
P:Os approaches 50 mole %. the region where R 

js is constant becomes limited in size and as PsOs 
approaches 40 mole % the region becomes 
vanishingly small. 

40 Claims 

1. A device for controllably delivering a ma- 
terial into an aqueous medium, the device compris- 
ing a soluble portion which is adapted, in use. to 

45 dissolve in an aqueous medium thereby to oeliver 
into the aqueous medium a material which is re- 
tained in the device, the soluble portion comprising 
a soluble phosphate glass having a P?Os content 
of from 40 to 50 mole %. and constraining means 

50 which are located in the vicinity of the soluble 
portion and which are arranged, in use. to constrain 
a stationary liquid layer between the solubl portion 
and the constraining means. 

2. A device according to claim 1 wher in the 
55 soluble phosphat glass has a P2O5 content of 

from 44 to 48 mole %. 

3. A device according to claim 1 or claim 2 
wherein the soluble portion is adapted to form a 
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barrier between the said material and the aqueous 
medium, which barrier is breached as a result of 
dissolution thereof ov r a oanicular period of time. 

4. A device according to claim 3 wnerem the 
barrier comprises a layer of soluble phosphate 
glass defining a wall of a chamber containing the 
said material and the constraining means com- 
prises a perforated date spaced from the earner. 

5. A device according to claim 3 wherein the 
soluble portion comprises at least "one part of a" 
sealed tubular capillary of soluble phospnate glass 
enclosing the said material and the device further 
comprises a capillary holding means including a 
passageway which receives the capillary, the con- 
straining means comprising at least one part of the 
holding means which defines the passageway, the 
said at least one part of the holding means being 
adjacent the said at least one part of the capillary. 

6. A device according to claim 5 wherein the 
constraining means comprises a pair of opposed 
edges of a longitudinal slot of the passageway and 
the soluble portion comprises a pair of longitudinal 
regions of the capillary which are adjacent the said 
edges. 

7. A device according to claim 5 or claim 6 
wherein the capillary holding means includes two 
passageways, each of which receives a respective 
capillary. 

8. A device according to claim 7 wherein each 
passageway is defined in a respective arm of the 
capillary holding means and further comprising 
hinge means which is connected between the two 
arms and is adapted to permit the arms to be 
moved between adjacent and remote positions. 

9. A device according to claim 3 wherein the 
soluble portion comprises at least one circumferen- 
tial part of a sealed tubular capillary of soluble 
phosphate glass enclosing the said material and 
the constraining means comprises at least one ring 
member which surrounds a respective soluble por- 
tion. 

10. A device according to claim 9 wherein the 
ring member is composed of rubber. 

11. A device according to claim 9 or claim 10 
further comprising a capillary holding means in- 
cluding a passageway which receives the capillary. 

1 2. A device according to claim 1 1 wherein the 
capillary holding means includes two passageways, 
each of which receives a respective capillary. 

13. A device according to claim 12 wherein 
each passageway is defined in a respective arm of 
the capillary holding means and further comprising 
hinge means which is connected between the two 
arms and is adapted to p rmit the arms to b 
moved between adjacent and remote positions. 

14. A method of controllably dissolving a solu- 
ble phosphate glass in an aqueous medium, the 
soluble phosphate glass having i PzO% content of 



from 40 to 50 mole %. the rrexod coming 
disposing the soluble phosphate ;:ass in :rv=- -^e- 
ous medium ana locating constra.T.:r.g mearn - r.e 
vicinity of the portion thereoy to renstrain a ss;cn- 
s ary liquid layer therebetween. 

15. A method according to c:ajm t4. w*retn 
the soluble phosohate glass has a ? : Os cons-r of 
from 44 to 48 mole %. 

16. A method according to ::aim 14 y -j^m 
;o 15, wherein the said portion fcrrr.s a barr=r be- 
tween a material to be deliverer :nto the hz^cus 
medium and the aqueous medium, which zzr>r \% 
breached as a result of dissolution thereo" ; ~r a 
particular period of time 
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